442                                              MOTION OF
Book I,     substances tried by that philosopher, expressed by the
vJH^L-* elevation of the differential thermometer produced*
Lamp black .............100
Water by estimate...... 100-f-
Writing paper.........,. 98
Rosin..................... 96
Sealing wax*.*........... 95
Crown glass...............  90
China ink................ 88
Ice.........................  85
Minium................... 80
Isinglass.................. 80
Plumbago................  75
Tarnished lead........... 45
Mercury.................. 20-f-
Clean lead...............  19
Iron polished............  15
Tin plate.................  12
Gold, silver, copper ...    12
t
From this Table it appears, that the metals radiate much
worse than other substances* and that tin plate Is one
of the feeblest of the metallic bodies tried. Lamp
black radiates more than eight times as much as this
last metal, and crown glass 7*5 times as much. The
experiments of Count Rumford do not coincide exactly
with those of Mr Leslie respecting the radiating power
of the metals. The Count found all that he tried equal
in this respect; while the preceding table indicates q,
considerable difference in power. But the method a-
dopted by the Count was not susceptible of the same
precision with that of Mr Leslie ; the latter therefore
has a much greater chance of being correct.